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(54) Creation of Bragg reflective gratings in waveguides 



(57) A method of avoiding phase discontinuities be- 
tween adjacent sections ct a long Bragg grating written 
secticn-by-section in an optical fibre (11) uses masks 
(10a. 10b. .... 1 0f) with alignm.ent parts additional to their 
writing parts. Each alignment part is a replica of a portion 
of the writing part of the adjacent mask. The writing of 



the Bragg grating produces an associated absorption 
grating and so. for light directed in series through die 
alignment part of the mask and the already-written pre- 
vious section of the grating, transmission is at a maxi- 
mum »/vhen the mask is moved into exact registry. Fins 
adjustment of mask position is made to find this condi- 
tion before writing with this mask is commenced. 
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Description 

Background to the Invention 

This invanlicn relates :c :r.e creation of 3ragg re- 
fiective gratings n optical waveguices, typically optica) 
Tsfs wavsguices by irradiatior. Typically irradiation with 
Litra-violet lignt, through a rr.ask. typically a phase 
mask, or alternatively by hcicgraphic means. One par- 
tie.- 'ar application for such reflective gratings is for chro- 
matic dispersion equalisation in optical transmission 
systems. Such a use is described in the specification of 
LS Patent ^ 953 939. 

Some applications for Bragg reflective gratings re- 
q-w re a grating length which is :cnger than it is conven- 
ier: to make a single mask for creating such a grating. 
There may. for instance, be a requirement to make a 
B'agg grating in the region of a metre long, whereas 
there are considerable difficulties in making an electron- 
beam fabricated mask much longer than about one hun- 
dred millimetres. A solution that has been proposed for 
overcoming this problem is to create the long grating 
step-wise in a success ol sections arranged end-to-end. 
Each section, except for the first to be created section, 
is ceated to commence at, o- ust beyond, the end of 
•r.a next previously created section, !f the long grating 
Is designed (or use in a wavele'^gth division multiplexed 
(>VCM) environment in which each section has a spec- 
tral bandwidth covering the w-^ote scectrum of a single 
channel of the WDM signal, then it may be possible to 
ar-ange matters such that the reflection bands of the in- 
dividual sections of the grating are spectrally separated 
by guard bands lying entirely within the spectral guard 
bands that separate the individual channels of the WDM 
Signal Under these circumstances any physical sepa- 
ration between adjacent sections of the grating is largely 
immaterial. 

On the other hand, if breaks in the spectral reflection 
characteristic of the long grating are to be avoided, there 
is the problem that the spectral characteristic of one sec- 
tion will be cutting on at a point in the spectnjm where 
the spectral characteristic of another section is cutting 
off This means that both sections will be partially re- 
flecting at a common wavelength. If the effective points 
of reflection are coincident, there is no prot^lem. On the 
other hand. If one is longitudinally displaced from the 
other, then the two reflection components will coherently 
interfere, with the result that the magnitude of the result- 
ant reflection is critically dependent upon the phase sep- 
aration existing between the iniecfering components. A 
paper by R Kashyap et al entitled. *Super-step-chirped 
fibre Bragg gratings', Electronics Letters (18 July 1986) 
Vol. 32. No 15, pp 1394-6 explains that by deliberately 
arranging lor adjacent sections of the grating not to abut, 
but to be separated by shon intervening portions of 
waveguide, it is possible to make use of the photorefrac- 
tive effect, and use UV light to trim the effective optical 
path length of any inten/ening poflion to bring the phase 
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separation of the r-vvo interfering components to a de- 
sired value. By this means it is possible to smooth out 
dips in the spectral reflection characteristic of the overall 
Bragg grating that can result from, non-optimised inter- 
s vals between adjacent sections of the grating. A draw- 
back to this approach to lining up the sections is that it 
specifically requires a spacing betv/een adjacent sec- 
tions, and hence the delay time, the time taken by light 
of any particular wavelength to propagate from one end 
10 of the waveguide containing the Bragg grating to its 
point of reflection and back to the same end. is not a 
smoothly van/ing function of wavelength, but a function 
that contains as many steps, or more complicated dis- 
continuities, as t.nere are spaces between adjacent sec- 
IS tions of grating, the delay in these discontinuous regions 
being affected by Fabry Perot type resonance effects 
between components of the same wavelength being re- 
flected by the two adjacent grating sections. 

20 Summary of the Invention 

The present invention is directed to a method of lin- 
ing up the sections of an optical waveguide Bragg re- 
flective grating as it is created section-by-secticn. the. 
25 method having the particular properly that it dees not 
require there to be any spacing between adjacent sec- 
tions that allows their direct abutment. 

The method of the invention relies upon the fact that 
the irradiation, thai is em.ployed to create a fringe pattemi 
30 of refractive index {real part) charges in the waveguide 
that co-operate to form the Bragg reflective grating, 
does not change exclusively the real part of the refrac- 
tive index, but changes also the imaginary part. i.e. pro- 
duces a conccmitani optical absorption fringe pattern. 
55 The method of the present invention makes use of this 
fact to provice a method of aligning a m.ask ready for 
creating a specific section of the Bragg grating relative 
an adjacent section of the grating that has already been 
created. For this purpose the mask is provided with an 
40 overlap portion that creates a fringe pattern with a peri- 
odicity that effectively matches a corresponding adja- 
cent end portbn of the already created adjacent grating 
section. This overlap portion is used only for mask align- 
ment purposes, and is not irradiated when the mask is 
4S actually being used to create its corresponding sectksn 
ol the Bragg grating. The alignment process involves 
projecting light through the series combination of the 
overlap portion of the mask and the adjacent end portion 
ol the already created adjacent grating section. This 
so light shoukj be at a wavelength that is differentially ab- 
sorbed by the optical absorption fringe pattern present 
in the already created adjacent grating section, but 
shoukJ be of an intensity low enough to enable the align- 
ment process to be completed without risk of significant 
ss photorefractive effect disturbance of that fringe pattern. 
When the mask is in perfect registry, the bright por- 
tions of the fringes created by its alignment portion are 
precisely aligned with the least absorbing regions of the 



3 



EP 0 843 186 A1 



4 



optical absorption fringe pattern present in the corre- 
sponding already created section of the Bragg grating, 
and hence the transmission of the projected light is at a 
maximum. If the fringe patterns were to both to have the 
same uniform pitch, then the transmission would be cy- o 
clically modulated between a maximum value and a 
minimum value as the mask and grating are moved pro- 
gressively further out of precise registry with each other 
If the fringe patterns were to have the same uniformly 
chirped pilch there would be a principal maximum as- io 
sociated with perfect registry, and progressively re- 
duced magnitude maxima with increasing departure 
from perfect registry. 

Typically the mask is a phase mask designed so as 
to minimise power launch into the zero diffraction order, is 
in which case the transmission is monitored by locating 
a photodetector to collect light launched into another dif- 
fraction order, typically the first. 

Brief Description of the Drawings 20 

There follows a description of the creating of a 
Bragg reflection grating in an optical fibre waveguide, 
the method embodying the invention in a preferred form. 
The descr-ption refers to the accompanying drawings: 25 
in which:- 



Flgure 1 

Figure 2 
Figures 3 to 5 



Figures 6 to 3 



is a scherratic diagram of the appa- 
ratus employed to create the Bragg 
reflective grating, 30 
is a schematic diagram of the grat- 
ing, 

are scrap views of a portion of the 
fibre during successive stages of 
the creation of a section of the 
Bragg refsctive grating within it, 

and 

illustrate the alignment procedure 
employed to align a mask em- 
ptoyed for creating the next adja- 40 
cent section of the Bragg reflective 
grating. 



45 



Detailed Description of a Preferred Embodiment 

Referring to Figure 1 , a portion of a length 11 of sin- 
gle mode optical fibre in which the grating is to be cre- 
ated: is lightly tensioned between two supports 12 and 
1 3 so as to be almost in contact with a phase grating 
10a, which Is oriented so that its grating lines extend so 
transversely of the fibre axis, preferably at right angles 
to that axis. An argon ion laser 1 4 providing a frequency 
doubled ultraviolet light output at 244 nm has this output 
directed on to the phase grating 10a via a telescope 1 
an aperture 16. a mirror 1 7 and a cylindrical lens 1 8. The 55 
mirror 15 is attached to a stepper drive 1 9 by means of 
which the mirror can be translated in a controlled man- 
ner in the axial direction of the fibre 1 1 so as to track the 



light beam across the phase grating 10a in the axial di- 
rection of the fibre 11. 

The phase mask 10a is a phase contrast diffraction 
grating created in a thin sheet of silica. For this purpose 
the silica sheet was coatee with a layer o( chromium that 
was itself patterned by electron beam lithography to 
form a mask for reactive ion etching of the underlying 
silica. The depth of the etch was chosen to suppress the 
zero order diffraction of light normally incident upon the 
phase mask. The laser has a cw output of approximately 
lOOmW at 244nm. of which approximately half is con- 
centrated by the optical system at the phase mask in a 
substantially rectangular zone measuring' approximate- 
ly 3mm by 1 5Q\xm with its long axis aligned with the fibre 
axis. This power was found sufficient to write, with a sin- 
gle traverse at 100|j.m per second of the beam of light 
in the axial direction of unhydrogenated fibre whose 
core was doped with boron and germania in a manner 
similar to that described by 0 L Williams et al in the paper 
entitled. 'Enhanced UV Photosensitivity in Boron Co- 
doped Germanosilicate Fibres'. Electronics Letters 7th 
January 1993 Vol. 29, No. 1, pages 45 - 47. 

The above details typify but one of several different 
alternative methods by which the first section of the 
Bragg grating could have been created in the fibre 11. 
and thus far the method of the invention has not been 
distinguished over the prior art. 

In the particular case of a long Bragg rsfiective grat- 
ing created in a length of single mode fibre 11 for use 
as in dispersion compensation, the pitch of the grating 
is not uniform, but is mcnotcnically chirped from one end 
to the other as schematically represented by the lines 
20 in the diagram of Figure 2. For the creating of such 
a grating section-by-section, a different one of a set of 
masks Is used for the creation of each section. For illus- 
trative purposes only, this set has been represented in 
Figure 2 as the set of six masks 10a to I0f. In the case 
of these six masks, mask 10a is employed to create the 
lines 20 in the range from a to b for creating those in the 
rangeb toe, and soon. Mask 10a covers the range from 
a to b, but each of the other masks 10b to lOf covers a 
range that also extends over a portion of the precedbig 
range. Thus mask 1 0b covers the range b toe, the range 
that it writes into the fibre, but also the pcrlion b' to b of 
the range a to b wrttten using mask 10a. It is this portion 
b' to b. and' the corresponding portions c' to c. d' to d. e' 
to e and f' to f that, according to the method of this in- 
vention, are used for alignment purposes. 

ideally the chirping of the grating would have been 
both monolonic and smooth, but with the particular E- 
beam apparatus employed to make the set of phase 
nnasks. this was not a practical proposition: Accordingly 
an approximation to a smoothly chirped grating was pro- 
. vkied using phase masks which, instead of being 
smoothly graded in pitch, were step-graded, typically 
with between two- and three-hundred steps. Within 
each step the pitch is constant, but there is a smooth 
progression of pitch from step to step within phase mask 
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from one end to the other. The precision of the E-beam 
was sufficient to preclude indexing problems between 
the component steps of any individual phase mask. 

For ccnvenience ol illustration. Figure 2 shows the 
masks iCa to lOf arranged in echelon but. when each 
is actually za\nq used for creating its associated section 
of Bragg grating^ it is :n vhe sar-ie cicse-spaced relation- 
ship wth the fibre 1 1 as described earlier with particular 
reference tc Figure concerning the positional relation- 
ship between mask 10a and fibre 11. 

Conveniently, each mask iCb to lOf is placed, in its 
turn, in the position formerly occupied by mask 10a, and 
the fibre 1 1 is indexed along in Its axial direction by ap- 
proximately the required amount to obtain the requisite 
alignment between this mask and the 3ragg grating al- 
raady crea:sd in the fibre 11 . Relying solely upon dead- 
reckoning, such indexing can achieve an accuracy of 
typically about 1 to 2 [xm, but a greater precision is re- 
quired. This Is achieved by following the dead-reckoning 
indexing by a fine adjustment of relative position. This 
fine adjustment is achieved using a high precision trans- 
lation stage 21 (Figure 1). for instance a piezo-electric 
or electrostrictive translation stage, to which either the 
mask is mounted, or the fibre supports 12 and 13. For 
ease of iilustraticn. Figure 1 cepicts the fibre supports 
12 anc 13 as being mounted cn the translation stage. 

The v/ay the fine adjustment is achieved will now be 
described with particular reference to Figures 3 to 3. 
which specifically relate to the fine adjustment of the po- 
sition of mask 10b in relation tc fibre 11. These Figures 
*i to S depict a portion of the fibre 11 lying between b' 
and b ol Figure 2. Figure 3 shows a portion of the fibre 
1 :, with its doped core 11a. and also a portion of the 
mask 10a ;n position precaratcr/ for creating a section 
of Sragg reflective grating in the fibre 11 Figure 4 de- 
picts tne actual creation of that section of grating. This 
is ach:ev9C cy directing the htense ultraviolet light from 
laser 14 through the mask lOa to form a fringe pattern 
of intense spots 23 of light »Miich. by the photorefractive 
effect produce corresponding volumes of increased re- 
fractive index and reduced absorption in the core 11a. 
These volumes are depicted at 24 in Figure 5, which 
depicts the fibre 11 after removal of mask 10a. Figure 6 
depicts the situation once mask 10b has been index into 
acproximately correct position relative the fibre, and 
while a portion of the region of mask 10b lying between 
b* and o is illuminated with interrogation illumination to 
produce a fringe pattern of spots 25 of light. This region 
of the mask 1 0b is an exact repik:a of the region of mask 
10a lying between b' and b. 

Accordingly, within the regwn lying between b' and 
b. the relative disposition of the enhanced index, re- 
duced absorption volumes 24. which exactly matches 
the relative disposition of the fringe pattern of intense 
spots 23 produced by nnask lOa, is itself exactly 
matched by the relative disposition of the fringe pattern 
of spots 25 produced by nr^sk 10b. In the specific case 
of using the step-graded phase masks described above. 



the region lying between b* and b may typically and con- 
veniently comprise a single one of those steps. 

The interrogation illumination to produce the fringe 
pattern of spots 25 must be of a wavelength and inten- 

5 sity that does not produce any significant photorefrac- 
tive effect changes of its own upon the fibre 11. but or. 
the other hand must be at a wavelength for which there 
IS differencial absorption, i.e for which the absorption 
presented to it by the volumes 24 of reduced absorption 

10 differs noticeably from that presented to it by the inter- 
vening regions of core 1 1 a. For the particular fibre com- 
position and illumination conditions quoted above it has 
been found that these criteria are adequately met by us- 
ing the same wavelength (244 nm). but reducing the in- 

'5 tensity at the mask by approximately 20d8. The litera- 
ture indicates that different dopant recipes appear to ex- 
hibit different breadths ol absorption spectra, and hence 
with some recipes it may be possible to use a signifi- 
cantly longer wavelength lor interrogation purposes 

20 than is used for writing the Bragg grating, and thereby 
further reduce the risk that the interrogation produces 
its own (unwanted) writing effect. 

If the dead-reckoning indexing that brings the mask 
ICb into approximately the required position relative the 

2S fibre 1 1 . but misses the exact position by approximately 
hatf a fringe period, then the interrogation spots 25 will 
be lined up, as depicted in Figure 6, with the higher ab- 
sorption regions lying between adjacent reduced ab- 
sorption regions 24. If it missed by approximately a quar- 
to ter of a fringe period, the situation would be as depicted 
in Figure 7, with the interrogation spots 25 only half reg- 
istering with that reduced absorption regions 24. If it for- 
tuitously provided the exactly required alignment, then 
the interrogation spots 25 would be fully registered with 

25 ;he reduced absorption regions 24, as depicted in Figure 

It is clear that the situation ol Figure 5. the exactby 
correct positioning relationship, provides the greatest 
transmission of the interrogation illumination through 

^0 the fibre, while that of Figure 6 provides a minimum. The 
piezo-electric translation stage 21 is therefore operated 
to cycle the relative positioning of mask 10b and fibre 
1 1 while at the same time monitoring the output of a pho- 
todetector 22 (Figure 1 ) positioned to intercept a portion 
ol this transmitted light. Because the mask 1 0b has been 
designed to suppress zero order diffracted light, the 
photodetector 22 is preferably placed in a position to in- 
tercept first order diffracted light. The piezo-electric 
translation stage is then set to the position correspond- 

^0 ing to the maximum output of the photodetector 22 and, 
while this position is maintained, the second section of 
the grating, the sectran from b to c is created in fibre 11. 
As stated previously, the portion of the grating from b' 
to b, having already been written (created) using mask 

55 10a is not overwritten using mask 10b. and henc the 
corresponding portion of the nnask 10b nnay itself be 
masked during the writing of the section from b lo c. 
The procedure for aligning and writing with the third 
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and subsequent masks (masks : Oc and successors) fol- 
lows the same procedures oui:;ned above in respect of 
aligning and writing with the second mask (mask 10b). 

For the duration of each rrcnitcring procedure, it is 
preferred to locate a chopper-blade (not shown) tempo- 5 
rarily in the path of the light between the laser 14 and 
telescope 1 5 so that a phase-:ccked ioop detection sys- 
tem may be employed for detecting the portion of light 
intercepted by the photodetector 22. 

The foregoing specific description has related to the io 
writing of a chirped grating in an optical fibre waveguide., 
and has involved the use of a cifferent mask (10a to lOf) 
for the writing of each of its ccnponent sections (a to b) 
to (f to g). It will be evident however that, for the writing 
in sections of a uniform pitch grating in the optical fibre is 3. 
waveguide, the same mask can be employed for the 
writing of each of its component sections. 



Claims 




1. A method of creating a 3ragg reflective grating in 
an optical waveguide (11 ). n which method the grat- 
ing is created step-by-step in a succession of sec- 
tions (a to b, b to c e to f : eacn section of which is 25 
created by irradiation thrcjgh a mask (10). and in 
which method each section . after the first to be cre- 
ated section is created in adioining relationship with 
respect to a previously created section, and before 
it is created, interrogation light is projected through 30 
the series combination of a portion of the mask to 
be used for creating the section and a portion of the 
adjoining already createc section, and the relative 
position o( mask and grating is adjusted for opti- 
mised transmission of the projected light, and. while 35 
the relative position of cctmised transmission is 
maintained, said section is created. 



of interrogation light directed through the series 
combination of the alignment part of the mask of the 
section to be written and the already written portion 
of the Bragg reflective grating with which that align- 
ment part has been approximately located, which 
interrogation light has a spectral content to which 
an already written section of the Bragg reflective 
grating exhibits differential optical absorption, and 
wherein, when the fine adjustment has been effect- 
ed, the location of the mask relative to the optical 
waveguide is maintained while the mask is em- 
ployed to write its associated section of the Bragg 
reflection grating. 

A method of creating a Bragg reflection grating In 
an optical waveguide, which method is as claimed 
in claim 1 or 2, and which method is applied to the 
creating of the grating in an optical waveguide that 
is an optical fibre waveguide. 

A method of creating a Bragg reflection grating in 
an cptical waveguide, which method is as claimed 
in claim 1 , 2 or 3. and wherein the or each mask is 
an optical phase grating mask. 



2, A method of writing a Bragg reflection grating in an 
optical waveguide (1 1 ) step-by-step in a succession 40 
of sections (a to b. b to c, e to f), each section 
having an associated mask (I0a, lOb 10t) em- 
ployed for the writing of that section, wherein each 
mask, except for the mask employed for the writing 
of the first, section to be written, has a writing part 4S 
and an alignment part, wherein the alignment part 
of a mask is a replica of a portion of the writing part 
of another one of the masks, wherein prior to the 
writing of each section other than the first to be writ- 
ten section, the nnask of the section to be written is so 
located relative the optical waveguide so that its 
alignment part is approximately coincident with the 
position formerly occupied by the portion of the writ- 
ing part of the mask that It replicates when that writ- 
ing part was employed to write its associated sec- ss 
tion of the Bragg reflective grating, and wherein fine 
adjustment of the tocation relative to the optical 
waveguide is made to maximise the transmission 
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